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METHOn oe ; ow ppeccjt r f 
AND/OR EVAPORATIVE npyp- r OF appose , , 
The United Slates Government has rights in this invention 
pursuant to Contract No. W-7405-ENG-48 between the United sZ 
Apartment of Energy and the University of California for the operation 
of Lawrence Livermore National Laboratory. 

BACKdROT Tfijp r»p T HE TNVENTf Q*f 
The present invention relates to organic aeroeels 

™o of fabrica,in8 orsanic aer08ds 

aer^ J h 8 m ° re PartiCUlarly '° a P roress wte *y organic 

ae^gels, such as resordnol-fortnaldehyde aerogels, can be manufactured 
using a simple air drying procedure. "rarea 

m . . . , Foamed "V"* P° 1 )™*'* and organic foam composite 
—s having relatively low densiaes m weU ^ 

m the msulation, construction, and similar industries. Also 

foa^f , ' Carb ° n ' ^ impregnated carbon 

12. 1988 to R.W. Hopper et al. In addition, electrically conductive open- 

T:t'Z7 ft (1 " 50 microns) - ca *° n ,Mm ^ ' *«W 

^7^T y ' 1989,0 RLC1 ° U8he,al - ^ urm er, low density 
0.05-0.0 7 g/cc), nucro ceUular «10 microns,, foams have been fabricated 
for use m ineraal confinemem ^ ^ ««W 

Paten, No. 4,832,88! issued May 23, 1989 to C.A. Arnold, Jr et al 

^ Vd0pment efforts "»« also been directed to low density 
organic aerogels which may be carbonized to form low density JZl 
carbon aerogels with a cell size of less than 0.1 micron for use ir Thigh 
energy phys.cs applications, adsorption of toxic gases, ion exchanger/and 
a* a catalyst support, etc., as exemplified by US. Patents No. 4 8732W 
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issued October 10, 1989 and No, 4,997,804 issued March 5, 1991, each to 
RW Pekala, and paper UCRL-99846, Resorcinol-Formaidehyde Aerogels 
And Their Carbonized Derivatives, R.W. Pekala et al., dated October 24, 
1988. Low and high density carbon foams of this type have also been 
utilized in super capacitor applications, as described and claimed in 
Applicants' copending U.S. Patent Application Serial No. 07/822,438, 
filed January 17, 1992, entitled "Supercapacitors Based On Carbon 

Foams". . . 

While aerogel or foam technology and the potential uses 

thereof have been extensively described in the art, one of the major 
technical challenges has been to develop a low cost method of producing 
aerogel materials, whatever the end use. Most of the cost and a large 
fraction of the processing time of organic aerogels, their carbonized 
derivatives, and other carbon foams is associated with the drying of the 
polymeric gel precursors. In the case of aerogels, supercritical drying is 
the established technique for removing the solvent from the pores of the 
gel In an effort to resolve this problem, a method of subcritical drying of 
polymeric foams, such as resorcinol/formaldehyde (RF) aerogels, has 
been developed which potentially will substantially lower the capital 
equipment and processing costs associated with aerogel or foam 
production (due to the lower required pressures). This new drying 
procedure is set forth hereinafter in a process for the production of 
aerogels using a simple evaporative drying procedure. 

fTTTTfMi*iP v ™ ™ TMVFNTION 
It is an object of the present invention to provide simplified 
process for producing organic aerogels and their carbonized derivatives. 

A further object of the invention is to provide an aerogel 
fabrication process which reduces processing time and lowers capital 
equipment and processing costs associated with foam production 

Another object of the invention is to provide a process for 
the production of aerogels using a simple evaporative drying procedure. 

Another object of the invention is to provide an organic 
aerogel or a carbonized aerogel having a density of about 0.4-1.2g/cc, for 
use in thermal or acoustic insulation or in rechargeable batteries, 
supercapacitors, etc. 
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Another object of the invention is to provide a simplified 
process using an evaporative drying procedure for producing carbonized 
aerogels having a density of 0.4-1.2g/cc. 

Other objects and advantages of the present invention will 
become apparent from the following description. The foregoing and 
other objects of this invention are accomplished by reducing the 
processing time and equipment costs in the fabrication of organic 
aerogels and other carbon foams associated with the drying of the 
polymeric gel precursor. This invention utilizes a simple evaporative 
drying procedure rather than conventional supercritical or subcritical 
CO2 extraction procedures. In verifying this invention 

resorcinol/formaldehyde carbon aerogels having a density of 0.4-1 2g/cc 
were produced. 

DETAILED DESCRIPTION nv iNVFMTrn N 
The invention is directed to a process for producing organic 
aerogels or their carbonized derivatives or foams using a drying 
procedure which is inherently simpler, quicker, and less expensive than 
the conventional supercritical or subcritical C0 2 extraction procedures 
The term aerogel refers to both inorganic (silica) and organic (carbon) 
aerogels. This invention is directed only to organic based aerogels and 
foams. Carbon aerogel is one type of organic foam. This technique has 
so far only been experimentally verified using resorcinol/formaldehyde 
CRF) carbon aerogels, but other types of organic aerogels can be produced 
The process of this invention involves a simple air drying procedure 
and the aerogels so produced can be used as produced or pyrolyzed to' 
form a carbon aerogel, depending on the desired use thereof. 

The improved drying procedure of the invention is 
described hereinafter in detail with respect to the fabrication of 
intermediate density (~0.6g/cc) resorcinol/formaldehyde (RF) aerogels 
The resultant 0.6g/cc RF aerogel is then pyrolyzed to produce a carbon 
aerogel having a density of about 0.9g/cc. Also, while low density (<0 01 
mg/cc), resorcinol/formaldehyde (RF) aerogels having ultra-fine cell or 
pore size have been previously developed, as exemplified by above- 
referenced U.S. Patents No. 4,873,218 and No. 4,997,804 issued to R.W 
Pekala, coinventor of this invention, the RF aerogel produced by the 
following description of the present invention is of an intermediate 
density (~0.6g/cc). 
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In carrying out a process for verifying the air drying 
procedure of this invention, intermediate density RF aerogels were 
produced by the following operational sequence: 

1. 12.35g of resorcinol and 17.91g of 37% formaldehyde were 
mixed with 5.6g of 0.1M Na 2 C0 3 (sodium carbonate) in a glass beaker, 
for example. Note that in this formulation, no additional water other 
than that from the formaldehyde or sodium carbonate is used. 

2. This mixture was poured into glass vials, sealed, and 
subsequently cured at room temperature for one (1) day. 

3. The gel is then further cured at 50°C for one day, and 
then at 90°C for at least an additional day. 

4. The thus formed "aquagel" was then removed from the 
glass beaker and sliced using a diamond blade saw to produce thin wafers 
approximately 0.050 inch in thickness. 

5. The thus produced wafers were placed in a solvent of 
acetone, and the acetone was exchanged several times to insure that all 
of the water had been removed from the pores of the wafers. This 

process took several (about four) hours. 

6. Next, cyclohexane was exchanged for the solvent 

(acetone) in the wafers in a similar manner as directly above described. 
This process took several hours. 

7. The cyclohexane in the pores of the RF gel wafers was 
allowed to slowly evaporate in air inside a hood with the wafers placed 
upright (on edge) so that both sides were exposed to the air, and able to 
evaporate (dry) at comparable rates. The drying procedure took about 2-3 
hours at a temperature of about 20-50°C. The drying time will vary due 
to air flow rate and temperature. 

If desired, to promote additional cross-linking of the gels, 
during the initial water to solvent (acetone) exchange, a concentration of 
<0.1 wt.% of trifluoroacetic acid may be added to the solvent. Also, if 
desired, the wafers may be air dried at low pressure (approximately 0.1- 
1.0 atmosphere) or within an evacuated chamber or vacuum oven. 
Also, after drying, the wafers can be cut, chopped, or sectioned into any 
desired shape or ground to produce particles of desired sizes. 

During the drying procedure, the diameter of the wafers 
decreased slightly (from 0.925 inch to approximately 0.90 inch) and the 
wafer properties were consistent with conventional RF aerogels 
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orooerties (sticky to the touch and red translucent in color). Certain of 
Ser prepLd in the manner described above, were then py^d 

an inert (rdtrogen) atmosphere at 1050X for a time penod of 4 hours 
2 fcrTa cibonLd aerogel (carbon foam). The wafers had a tiers.* of 
aoou™.6g/cc prior to carbonization and a density after carbon.zat.on of 

abOUt0 ' 98/CC The carbon aerogel samples were placed into 5 M KOH 
potassium hydroxide) and capacitance measurements were 
L "mLting a capacitance of about !9F/cc when the e.ectrodes 
™ charged to a 1 volt potential difference, thus estabushmg a use 

ZS. -* - « *^ rapacit0 ? 

and claimed in above-referenced U.S. Apphcation S.N. 07/822,438. 

The RF aerogel or carbon aerogel made in accordance wrth 
the present invention provides an intermediate denstty foam wMch 

used in to non-pyrolysed or non-carbonized form » thermal or 
X nation for example, and in Hi pyrolysed or carbomzed form 
X^le batteries, supercapacitors, fuel cells, and <*«-^»~ 
for example. By way of comparison, the drying time of the present 
S in hours compared to days required in the process of above- 
XnLd U.S. Patents No. 4,873,218 and No. 4,997304. for example. In 
addition, the air drying equipment costs of this invention ^are 
significantly less than required for the critical pomt drymg procedure 
Zse same two referenced patents, for example. Thus, .. has been 
shown that the present air drying procedure results m an ««°8 el 
^cation process which is simpler, quicker, and less exper*,ve ton the 
prior known drying procedure, Therefore, this invention prov^ a 
Station to the major technical challenge of producmg low cost aerogel 

5 While a specific RF aerogel formulation has been 
exemplified above, other formations are possible, depending on ithe 
2 properties of the user. The process in general requues thauhe 
r^nts'are mixed with a catalyst. The reactants (phenoUcmonomers) 

include resorcinol, phenol. ^^ZtZ^o^o with 
Dolvhydroxy-benzene compounds that react mtneapH r 

fo^Lhyde or furfural in the presence of catalytic amounts of a t^se 

ca^yst, such as sodium carbonate (Na 2 C03) lithium carbonate (U2CO3), 

and potassium carbonate (K2CO3). for example. In addition to 
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resorcinol-formaldehyde, exemplified above, preferred combinations of 
reactants include resorcmoMurfural, phenol-resorcinol-formaldehyde, 
catechol-formaldehyde, and phloroglucinol-formaldehyde. Also, in 
addition to acetone, other solvents that may be used include methanol, 
isopropanol, and amyl acetate. While the above example, utilized a 
pyrolyzing temperature of 1050°C, pyrolyzing may be carried out in a 
temperature range of about 500-3000°C, depending on the materials, etc. 
involved. 

While a specific example of a process utilizing the air 
drying procedure has been set forth, with specific materials, quantities, 
times, parameters, etc., set forth, such is not intended to limit the 
invention to the specific described process, since other process may 
effectively utilize the air drying procedure. Modifications and changes 
will become apparent to those skilled in the art and such are intended to 
be covered by the scope of this invention, which is to be limited only by 
the scope of the appended claims. 



( 
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1. In a process for producing organic aerogels, the 
improvement comprising the step of: 

extracting the fluid from the pores of the aerogel by air 

drying. 

2. The improvement of Claim 1, additionally including the 
step of positioning the aerogel material such that opposite surfaces 
thereof are exposed to the air so as to enable comparable drying rates of 
the opposite surfaces. 

3. The improvement of Claim 3, additionally including the 
step of forming the aerogel precursor to be dried by: 

forming a mixture of reactants in a solvent; 

allowing the thus formed mixture to gel; 

curing the thus formed gel to increase the cross-linking 

density; 

exchanging the pore fluid in the gel with a selected solvent; 

and 

allowing the selected solvent to evaporate during the air 
drying step, thereby forming an aerogel. 

4. The improvement of Claim 3, wherein the step of 
forming the mixture is carried out by at least mixing a monomer selected 
from the group consisting of resorcinol, phenol, catechol, 
phloroglucinol, and other polyhydroxybenzene compounds, with either 
formaldehyde or furfural in the presence of a base catalyst selected from 
the group of sodium carbonate, lithium carbonate, and potassium 
carbonate. 
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5 The improvement of Claim 3, wherein the step of 
forming the mixture is carried out by mixing resorcinol, formaldehyde, 
and sodium carbonate in selected proportions. 

6 The improvement of Claim 5, wherein the step of curing 
is carried out at room temperature for a first period of time, at 50°C for a 
second time period, and then at 90»C for a third time period. 

7. The improvement of Claim 6, wherein the step of 
exchanging the pore fluid with a selected solvent is carried out by 
exchanging the fluid with acetone, and then exchanging the acetone 
with cyclohexane. 

8 The improvement of Claim 1, additionally including the 
step of pyrolyzing the thus dried aerogel in an inert atmosphere to form 
a carbonized aerogel. 

9. The improvement of Claim 8, wherein the atmosphere 
is nitrogen, and wherein the step of pyrolyzing is carried out at a 
temperature of 1050°C. 

10. The improvement of Claim 9, wherein the organic 
aerogel is a resorrinol/formaldehyde aerogel. 

11. A method for producing an aerogel having a density in 
the range of 0.4-1.2g/cc, comprising the steps of: 

forming a mixture of a polymeric material with a solvent; 
allowing the mixture to gel while minimizing any 

evaporation; 

curing the thus gelled mixture to form an aquagel; 
exchanging water in the aquagel with a selected solvent; 
aUowing the selected solvent to at least partially evaporate; 

and 

air drying to form an aerogel. 
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12. The method of Claim 11, additionally including the step 

sasr ,ormed aerogei in - - ^ 

, carried o Ut "a^re°^ 2 ' ^ "* "* - 

is formed of ^ M «« — !*• 

15. The method of data 12, wherein the thus produced 
carbonized aerogel has a density of about 0.9g/cc. 

*. • .. ■ ^' meth0d CIato wherein step <" formin E 
*e nuxrure .s carried out by mixing res0 rcinol, formald< 4 de/ J"* 

sodium carbonate in selected proportions. 

„„ 17 ' 71,6 methodof data 16^ wherein the step of curing the 
tune, at 50 C for a speaaed time, and men at ape J. a specified time 

18. ^"KthKlofaatol^addiaomllymdudingthesteD 
of forming selected size pieces of the aerogel by cutting the thus formed 
aquagel so as to form pieces of a selected size and thickness. 

19. The method of Claim 17, wherein the step of 
exchanging water with a selected solvent is carried out by exchange the 
water with acetone and then exchanging the acetone with c^Se 

20. ^memodofClaimW.addiUor^yincludinethester, 
f0tmed aqU3gel $UCh ** « dC/a. 

Z£ " COmparaWe *** » tes ° f *• opposite 

u ,, • „ 21 ' ^ meth0d ° f aaim wherein step of air dryine 
is earned out at a pressure of about 0.1-1.0 atmosphere. 
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22. The method of Claim 11, wherein the step of air drying 
is carried out following the step of solvent exchanging. 

23. A resorcinol/formaldehyde aerogel produced by the 
method of Claim 20, and having a density of about 0.6g/cc. 

24. A carbonized aerogel produced by the method of Claim 
12, and having a density of about 0.9g/cc 

25. The improvement of Claim 1, additionally including 
the step of forming the thus produced aerogel in a desired configuration, 
which step of forming may be carried out prior to or after the air drying 
step. 

26. The improvement of Claim 6, wherein the step of 
exchanging the pore fluid with a selected solvent is carried out by 
exchanging the fluid with acetone, followed by evaporation and air 
drying, thereby forming the aerogel. 
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